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the black concentrate is treated over again,  together with the giey concentrate.
The apparatus just described treats about DUO Ibs. of sand at one time, andean be worked by one man, but usually gives employment to four people (frequently three of those are women), who can twit, about 5 tons of sand per day. The degree of success attained depends largely on the skill of the workman ; in Siberia and Kussia the art is handed down from lather to son. certain families devoting their whok1 lives to the work during many generations. These workmen attain such a degree of dexterity in the use of the trough, that practically the whole of the valuable eontenls of the gravels treated are extracted by them, but the work is only suited to those who are content with small earnings.
The washing of the samples obtained in prosjM'c-ting work is etlVHed m Siberia usually by means of the WaMierd (Fig, #2), and in the Praia by means of the titanol (Fig. 33).1 The. illusl rut ions arc m»If -i»,\ pla imt ory .
A description of the washing trough or fo//iw/, which n*wiul»l*»s n lon«j-tom, and in used in the Urals, with illustrations and li^un*H UK to working costs, etc., is given by J. P. Hutcliins.2 Tlie^radeof tiiin trouah is-l fecf in 12 feet, an unusually steep grade, for which there is no good mison.
WI-M f             — '           i        ••.•              -      -»
with the permwHion of the Ixwtitutjon of Mining and
2 Hutchine, Mining Mug.,, 1914, 10, 52.others (]), K) are of !r,;; hci"ht, The di-intc*'rai ion of flu- sand is completed on the table with the aid of a small rake continuallv uved by the workman. When ciis iiitc'/ra! ion is complete*, t|p» stream of wafer is diminished in amount, and
